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© Hydrocarbonaceous fuel compositions and additives therefor. 

© Hydrocarbonaceous fuels and additive compositions therefor which comprise: a) one or more fuel-soluble 
manganese carbonyl compounds; b) one or more fuel-soluble alkali or alkaline earth metal-containing neutral or 
basic detergent salts; and c) one or more fuel-soluble ashless dispersants. These compositions preferably 
contain, in addition to components a), b) and c) above, one or more of the following: d) at least one fuel-soluble 
demulsifying agent; e) at least one aliphatic or cycloaliphatic amine; and f) at least one metal deactivator. The 
compositions possess improved combustion characteristics (e.g., formation of less soot, smoke, carbonaceous 
products and/or noxious emissions), and form on combustion carbonaceous products of reduced acidity. The 
deposition of sludge on critical engine or burner parts or surfaces is reduced and the fuels have improved 
stability and demulsibility characteristics. And the fuel compositions can result in decreased fuel consumption in 
diesel engines. 
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This invention relates to liquid fuel compositions of enhanced performance properties, particularly as 
regards combustion characteristics. ^ y "* 

rtJH*?? Ce ^ n °/ 9anometallic """pounds have been found effective as combustion improvers for 
d.st.llate fuels such as home heating oils and the like. For example U.S. Pat. No. 3.112.789 describes the 
5 use of cyclopentadienyl manganese tricarbonyls for this purpose, and the compound methylcyclopen- 
tadienyl manganese tricarbonyl (MMT) has been sold in the form of a solution in a hydrocarbon diluent as a 
combust.on .mprover for distillate fuels of this type. Bisfcyclopentadienyl) iron has also been promoted and 
sold as a combustion improver for use in such fuels. 

Keszthelyi et al report in Period. Polytech., Chem. Eng. , Volume 21(1), pages 79-93 (1977) that in the 
ZEST 1 T h 81 ■* !! ^ ° 025% cyclepentadienyl manganese tricarbo^wa 

m™ 071 s00 redUCt '°" 0 And in Margantsevye Antidetonatory , edited by A. N. Nesmeyanov, Nauka, 
Moscow, 1971, at pages 192-199. Makhov et al report test work indicating that addition of cydopentadieny 
manganese tncarbonyl to diesel fuel reduces the level of smokiness of the exhaust gases 

m a ^5™^ a ' "l " yb ";^° Z (Moscow) ' Volume 9 ' P a 9 es **« < 197 7)- ^P°rt test results on the addition 
is to a fuel mixture of d>esel fuel and marine residual fuel of cyclopentadienyl manganese tricarbonyl (CMT) 
alone or ,n a blend containing "a scavenger and a solvent". It is indicated that the CMT alone reduced 

hSrr-T^ ° n 'T* Va,V6S bUt n0t 00 0ther engine surfaces ' and that il reduced ^oke. The CMT 
blend ( Ts8 ) is reported to have reduced carbon deposition more effectively, especially on the intake 
valves, cylinder head and piston head. 

rnmhSI 3 " T* ^ V 88 ' 891 deSCnbeS " additive for ** oils ■*» diesel and other liquid 
2S?S ™ f desi 9 ned to im P f °ve combustion, reduce soot formation and enhance storage 

trt £ n J . l t C 1 0mP ° Sed °' * ' eaSt ° ne 0i '- S0lub,e or "MapenWe organic compound of a 

« 8 ^ me,a ' : and 31 ' eaSt ° ne 0Xidati0n and P<"y"erisa.ion inhibitor for 

E^f™ S a V emperatures of at least According to the patentee, the presence in such 

fuels of compounds of transrtion metals such as copper, manganese, cobalt, nickel and iron accelerate fuel 
deterioration ,n accelerated stability tests conducted at 149' C in the presence of air. Such compounds as 
MMT, Ferrocene, copper naphthenate, iron naphthenate. and manganese naphthenate are indicated to 
cause such deterioration in the absence of a high temperature (e.g., 300' C) stabiliser such as heat-stable 
alkyl phenols amines, aminophenols, dithiophosphates, dithiocarbamates and imidazoles and inorganic 
inhibitors in the form of oxides or hydroxides of aluminum, magnesium or silicon. EP 0078249 B1 is to the 
same general effect and indicates that the additive may be a combination of a transition metal compound 
and an alkaline earth metal compound, as well as either such compound separately 

GB. Patent No. 1,413,323 describes a multi-component diesel fuel additive to avoid or reduce the 
formation of deposits on injector parts. The additive comprises, inter alia, an ester of oleic or naphthenic 
ac.d having an acid number below 200; a naphthenic acid ester of cresol; an alkoxyalkyl ester of an 
aliphatic carboxylic acid; an organometallic tricarbonyl cyclopentadiene compound such as cyclopentadienyl 
manganese tricarbonyl; an amide derivative of a polyolefin obtained by the reaction of a polyolefin 
substituted succin.c acd or anhydride with a polyamine; a copolymer of ethylene and a vinyl (or 
hydrocarbyl-substtuted vinyl) ester of a carboxylic acid wherein the copolymer has a number average 
molecular weight of more than 3000; a re-odoriser composed of a mixture of natural and synthetic alcohote 
ketones and ethers; kerosene; and a petroleum distillate. 

U.S. Pat. No. 4,505,718 describes compositions comprising the combination of a transition metal salt 
such as a manganese carboxylate, and an ashless hydrocarbon-soluble ashless dispersant. An optimum 

h^ToSZZs d9 ' 8teri0US 8ff8CtS iS S3id t0 b9 aChfeVed in ° ilS ° f ' Ubricatin9 visco ^ and 

A need has arisen for a fuel-soluble additive composition for hydrocarbonaceous fuels that is not only 
capable of reducing the amount of soot, smoke and/or carbonaceous products produced on combustion of 
Hit ; f S „ CaPab ' e ° f redUCln9 the aCidity ° f ,he cart *"> a ~ products that result from such 

I 9 ! S need> il iS a ' S0 important t0 P rovide 30 additive whi <* P^ents or at least 
mhibits the deposrtion of sludge on critical engine or burner parts or surfaces and which provides fuel 
compositions having satisfactory physical properties such as thermal stability and storage stability. It is also 
h<ghly desirable to provide an additive composition which is capable of reducing or inhibiting the amount of 
SIS^^^J?^ Unbumed hydr0Carb0nS - P*"«*** Mrocarbons. and/or 



55 



,, . . . . ~ ■ .. 7 «.ww«. w ,,o, pvtyajuniauu nyurucarDons, ana/or 

paracuses) formed when us.ng the fuels in an engine or in a burner or like combustion apparatus The 
Eve" expositions capable of decreasing fuel consumption is also a most desirable 

In accordance with one of its embodiments this invention provides an additive composition for 
hydrocarbonaceous fuels. Such additive composition comprises: 
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a) one or more fuel-soluble manganese carbonyl compounds; 

b) one or more fuel-soluble alkali or alkaline earth metal-containing detergents - e.g., one or more 
neutral or basic alkali or alkaline earth metal salts of at least one sulphonic acid, and/or at least one 
carboxylic acid, and/or at least one salicyclic acid, and/or at least one alkylphenol, and/or at least one 

5 sulphurised alkylphenol, and/or at least one organic phosphorus acid having at least one carbon-to- 
phosphorus linkage; and 

c) one or more fuel-soluble ashless dispersants. The additive compositions are thus composed of three 
different types of essential or indispensable ingredients, namely, components a), b), and c). 

In another of its embodiments, this invention provides a fuel composition which comprises a major 
ro amount of a liquid hydrocarbonaceous fuel containing a minor combustion-improving amount of compo- 
nents a), b) and c) as just described. 

Pursuant to preferred embodiments of this invention, the additive compositions and fuel compositions 
are essentially halogen-free, that is, they contain no more than 10 ppm of halogen, if any. 

Preferred manganese carbonyl compounds - component a) above - are cyclopentadienyl man- 
75 ganese tricarbonyl compounds. The preferred component b) salts are the sodium, potassium, calcium 
and magnesium salts of sulphonic acids, of alkylphenols.of sulphurised alkylphenols, and of carboxylic 
acids, especially aromatic carboxylic acids. Preferred ashless dispersants for use as component c) are 
basic nitrogen-containing ashless dispersants, especially polyolefin-substituted succinimides of polyethyl- 
ene polyamines such as polyethylene tetramines, polyethylene pentamines and polyethylene hexamines. 
20 Particularly preferred compositions for use in heating gas oils and similar burner fuels contain, in 

addition to components a), b) and c) above, one or more of the following: 

d) at least one fuel-soluble demulsifying agent; 

e) at least one aliphatic or cycloaliphatic amine; and 

f) at least one metal deactivator. 

25 Particularly preferred compositions for use in road diesel fuels and similar middle distillate fuels contain, 
in addition to components a), b) and c) above, component d), namely, at least one fuel-soluble demulsifying 
agent. 

The above and other embodiments of this invention will become apparent from the ensuing description 
and appended claims. 

30 As used herein the term "fuel-soluble" means that the compound or component under discussion has 
sufficient solubility at ordinary ambient temperature in the hydrocarbonaceous fuel in which it is to be used 
to provide a homogeneous solution containing the compound or component in at least the lowest 
concentration of the concentration ranges specified herein for such compound or component. 

Manganese carbonyl compounds. The manganese compounds -- component a) -- of the compositions 

35 of this invention are characterised by being fuel soluble and by having at least one carbonyl group bonded 
to a manganese atom. 

The most desirable general type of manganese carbonyl compounds utilised in accordance with this 
invention comprise organomanganese polycarbonyl compounds. For best results, use should be made of a 
cyclopentadienyl manganese tricarbonyl compound of the type described in U. S. Pat. Nos. 2,818,417 and 

40 3,127,351. Thus use can be made of such compounds as cyclopentadienyl manganese tricarbonyl, 
methylcyclopentadienyl manganese tricarbonyl, ethylcyclopentadienyl manganese tricarbonyl, dimethyl- 
cyclopentadienyl manganese tricarbonyl, trimethylcyclopentadienyl manganese tricarbonyl, propylcyclopen- 
tadienyl manganese tricarbonyl, isopropylcyclopentadienyl manganese tricarbonyl, butylcyclopentadienyl 
manganese tricarbonyl, pentylcyclopentadienyl manganese tricarbonyl, hexylcyclopentadienyl manganese 

45 tricarbonyl, ethylmethylcyclopentadienyl manganese tricarbonyl, dimethyloctylcyclopentadienyl manganese 
tricarbonyl, dodecylcyclopentadienyl manganese tricarbonyl, indenyl manganese tricarbonyl, and like com- 
pounds in which the cyclopentadienyl moiety contains up to about 18 carbon atoms. 

A preferred organomanganese compound is cyclopentadienyl manganese tricarbonyl. Particularly 
preferred for use in the practise of this invention is methylcyclopentadienyl manganese tricarbonyl. 

50 Methods for the synthesis of cyclopentadienyl manganese tricarbonyls are well documented in the 
literature. See for example, in addition to U. S. Pat. Nos. 2,818,417 and 3,127,351 noted above, U. S. Pat. 
Nos. 2,868,816; 2,898,354; 2,960,514; and 2,987,529, among others. 

Other less preferable organomanganese compounds which may be employed include the non-ionic 
diamine manganese tricarbonyl halide compounds such as bromo manganese dianiline tricarbonyl and 

55 bromo manganese dipyridine tricarbonyl, described in U. S. Pat. No. 2,902,489; the acyl manganese 
tricarbonyls such as methylacetyl cyclopentadienyl manganese tricarbonyl and benzoyl methyl cyclopen- 
tadienyl manganese tricarbonyl, described in U. S. Pat. No. 2,959,604; the aryl manganese pentacarbonyls 
such as phenyl manganese pentacarbonyl, described in U. S. Pat. No. 3,007,953; and the aromatic 
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cyanomanganese dicarbonyls such as mesitylene cyanomanganese dicarbonyl. described in U S Pat No 
3.M2693 Ukev^se, use can be made of cyclopentadienyl manganese dicarbonyl compounds of the 
formula RMn'COfcL, where R is a substituted or unsubstituted cyclopentadienyl group having 5 to 18 
carbon atoms, and L is a Iigand. such as an olefin, an amine, a phosphine. SO,, tetrahydrofuran, or the like 
Such compounds are referred to, for example in. Herberhold, M., Metal --Complexes. Vol. II, Amsterdam' 
Elsevier, 1967 or Giordano. P. J. and Weighton. M.S.. Inorg. Che m. . 1977. 16. 160. M anganese pentacar- 
bonyl dimer (dimanganese decarbonyl) can also be employed if desired — 

Metal-containing detergents. The metal-containing detergents are exemplified by oil-soluble neutral and 
basic salts of alkali or alkaline earth metals with one or more of the following acidic substances (or mixtures 

Tf? ( } S , U J? C aC ' dS ' (2) Carb0Xylic acids ' (3) acids - W alkylphenols, (5) sulphurised 

alkylphenols (6) organic phosphorus acids characterised by at least one direct carbon-to-phosphorus 
linkage Such organ.c phosphorus acids include those prepared by the treatment of an olefin polymer (eg 
polyisobutene having a molecular weight of 1000) with a phosphorising agent such as phosphorus 
trichloride, phosphorus heptasulfide, phosphorus pentasulphide, phosphorus trichloride and sulphur white 
phosphorus and a sulphur halide, or phosphorothioic chloride. The most commonly used salts of such acids 
are those of sodium, potassium, lithium, calcium, magnesium, strontium and barium 

The term "basic salt" is used to designate metal salts wherein the metal is present in stoichiometrically 
larger amounts than the organic acid radical. The commonly employed methods for preparing the basic 
salts involve heating a mineral oil solution of an acid with a stoichiometric excess of a metal neutralising 
agent such as the metal oxide, hydroxide, carbonate, bicarbonate, or sulphide at a temperature of about 
50 C, and filtering the resulting mass. The use of a "promoter" in the neutralisation step to aid the 
incorporation of a large excess of metal likewise is known. Examples of compounds useful as the promoter 
include phenolic substances such as phenol, naphthol, alkylphenol, thiophenol, sulphurised alkylphenol and 
condensation products of formaldehyde with a phenolic substance; alcohols such as methanol, 2-propanol 
octyl alcohol cellosolve, carbitol, ethylene glycol, stearyl alcohol, and cyclohexyl alcohol; and amines such 
as aniline, phenylenediamine, phenothiazine, phenyl-beta-naphthylamine, and dodecylamine. A particularly 
effective method for preparing the basic salts comprises mixing an acid with an excess of a basic alkaline 
earth metal neutralising agent and at least one alcohol promoter, and carbonating the mixture at an elevated 
temperature such as 60 * -200 * C. 

Examples of suitable metal-containing detergents include, but are not limited to, such substances as 
lith.um phenates, sodium phenates. potassium phenates, calcium phenates, magnesium phenates, sul- 
phunsed lithium phenates, sulphurised sodium phenates, sulphurised potassium phenates, sulphurised 
calcium phenates, and sulphurised magnesium phenates wherein each aromatic group has one or more 
aliphatic groups to impart hydrocarbon solubility; the basic salts of any of the foregoing phenols or 
35 sulphurised phenols (often referred to as "overbased" phenates or "overbased sulphurised phenates")- 
lithium sulphonates, sodium sulphonates, potassium sulphonates, calcium sulphonates, and magnesium 
sulfonates wherein each sulphonic acid moiety is attached to an aromatic nucleus which in turn usually 
contains one or more aliphatic substituents to impart hydrocarbon solubility; the basic salts of any of the 
foregoing sulphonates (often referred to as "overbased sulphonates"; lithium salicylates, sodium salicylates 
40 potassium salicylates, calcium salicylates, and magnesium salicylates wherein the aromatic moiety is 
usually substituted by one or more aliphatic substituents to impart hydrocarbon solubility; the basic salts of 
any of the foregoing salicylates (often referred to as "over-based salicylates"); the lithium sodium 
potassium, calcium and magnesium salts of hydrolysed phosphosulphurised olefins having 10 to 2000 
carbon atoms or of hydrolysed phosphosulphurised alcohols and/or aliphatic-substituted phenolic com- 
45 pounds having 10 to 2000 carbon atoms; lithium, sodium, potassium, calcium and magnesium salts of 
aliphatic carboxylic acids and aliphatic-substituted cycloaliphatic carboxylic acids; the basic salts of the 
foregoing carboxylic acids (often referred to as "over-based carboxylates" and many other similar alkali and 
a ka hne earth metal salts of oil-soluble organic acids. Mixtures of salts of two or more different alkali and/or 
alkaline earth metals can be used. Ukewise, salts of mixtures of two or more different acids or two or more 
different types of acids (e.g., one or more calcium phenates with one or more calcium sulphonates) can also 
be used. While rubidium, cesium and strontium salts are feasible, their expense renders them impractical 
or most uses. Ukewise. while barium salts are effective, the status of barium as a heavy metal under a 
toxicologic^ cloud renders barium salts less preferred for present-day usage. 

Ashless dispersants. Ashless dispersants are described in numerous patent specifications, mainly as 
additives for use in lubricant compositions, but their use in hydrocarbon fuels has also been described 
Ashless dispersants leave little or no metal-containing residue on combustion. They generally contain only 
carbon, hydrogen, oxygen and in most cases nitrogen, but sometimes contain in addition other non-metallic 
elements such as phosphorus, sulphur or boron. 
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The preferred ashless dispersant is an alkenyl succinimide of an amine having at least one primary 
amino group capable of forming an imide group. Representative examples are given in U.S. Pat. Nos. 
3,172,892; 3,202,678; 3,216,936; 3,219,666; 3,254,025; 3,272,746; and 4,234,435. The alkenyl succinimides 
may be formed by conventional methods such as by heating an alkenyl succinic anhydride, acid, acid-ester, 

5 acid halide, or lower alkyl ester with an amine containing at least one primary amino group. The alkenyl 
succinic anhydride may be made readily by heating a mixture of olefin and maleic anhydride to about 
180* -220* C. The olefin is preferably a polymer or copolymer of a lower monoolefin such as ethylene, 
propylene, isobutene and the like. The more preferred source of alkenyl group is from polyisobutene having 
a molecular weight up to 10,000 or higher. In a still more preferred embodiment the alkenyl group is a 

io polyisobutene group having a molecular weight of about 500-5,000, and preferably about 900-2,000, 
especially 900-1,200. 

Amines which may be employed in forming the ashless dispersant include any that have at least one 
primary amino group which can react to form an imide group. A few representative examples are: 
methylamine, 2-ethylhexylamine, n-dodecylamine, stearylamine, N.N-dimethylpropanediamine, N-(3- 
75 aminopropyl)morpholine, N-dodecylpropanediarnine, N-aminopropyl-piperazine, ethanolamine, N-ethanol- 
ethylenediamine and the like. 

The preferred amines are the alkylene polyamines such as propylene diamine, dipropylene triamine, di- 
(1 ,2-butylene)triamine, and tetra-(1,2-propylene)pentamine. 

The most preferred amines are the ethylene polyamines which can be depicted by the formula 

20 

H 2 N(CH 2 CH 2 NH) n H 

wherein n is an integer from one to about ten. These include: ethylene diamine, diethylene triamine, 
triethylene tetramine, tetraethylene pentamine, pentaethylene hexamine, and the like, including mixtures 

25 thereof in which case n is the average value of the mixture. These ethylene polyamines have a primary 
amine group at each end so can form mono-alkenylsuccinimides and bis-alkenylsuccinimides. Commer- 
cially available ethylene polyamine mixtures usually contain minor amounts of branched species and cyclic 
species such as N-aminoethyl piperazine, N,N'-bis(aminoethyl)piperazine, N,N'-bis(piperazinyl)ethane, and 
like compounds. The preferred commercial mixtures have approximate overall compositions falling in the 

30 range corresponding to diethylene triamine to tetraethylene pentamine, mixtures generally corresponding in 
overall makeup to tetraethylene pentamine being most preferred. 

Thus especially preferred ashless dispersants for use in the present invention are the products of 
reaction of a polyethylene polyamine, e.g. triethylene tetramine or tetraethylene pentamine with a hydrocar- 
bon substituted carboxylic acid or anhydride made by reaction of a polyolefin, preferably polyisobutene, 

35 having a number average molecular weight of 500 to 5,000, preferably 900 to 2,000 and especially 900 to 
1,200, with an unsaturated polycarboxylic acid or anhydride, e.g., maleic anhydride, maleic acid, fumaric 
acid, or the like, including mixtures of two or more such substances. 

Another class of useful ashless dispersants includes alkenyl succinic acid esters and diesters of 
alcohols containing 1-20 carbon atoms and 1-6 hydroxy I groups. Representative examples are described in 

40 U.S. Pat. Nos. 3,331,776; 3,381,022; and 3,522,179. The alkenyl succinic portion of these esters cor- 
responds to the alkenyl succinic portion of the succinimides described above including the same preferred 
and most preferred subgenus, e.g., polyisobutenyl succinic acids wherein the polyisobutenyl group has a 
number average molecular weight of 500 to 5,000, preferably 900-2,000, especially 900 to 1 ,200. 

Alcohols useful in preparing the esters include methanol, ethanol, isobutanol, octadecanol, eicosanol, 

45 ethylene glycol, diethylene glycol, tetraethylene glycol, diethylene glycol monoethylether, propylene glycol, 
tripropylene glycol, glycerol, sorbitol, 1,1,1-trimethylol ethane, 1,1,1-trimethylol propane, 1,1,1-trimethylol 
butane, pentaerythritol, dipentaerythritol, and the like. 

The succinic esters are readily made by merely heating a mixture of alkenyl succinic acid, anhydrides 
or lower alkyl (e.g., C1-C4) ester with the alcohol while distilling out water or lower alkanol. In the case of 

50 acid-esters less alcohol is used. In fact, acid-esters made from alkenyl succinic anhydrides do not evolve 
water. In another method the alkenyl succinic acid or anhydrides can be merely reacted with an appropriate 
alkylene oxide such as ethylene oxide, propylene oxide, and the like, including mixtures thereof. 

In another embodiment the ashless dispersant is an alkenyl succinic ester-amide mixture. These may 
be made by heating the above-described alkenyl succinic acids, anhydrides or lower alkyl esters with an 

55 alcohol and an amine either sequentially or in a mixture. The alcohols and amines described above are also 
useful in this embodiment. Alternatively, amino alcohols can be used alone or with the alcohol and/or amine 
to form the ester-amide mixtures. The amino alcohol can contain 1-20 carbon atoms, 1-6 hydroxy groups 
and 1-4 amine nitrogen atoms. Examples are ethanolamine, diethanolamine, N-ethanol-diethylene triamine, 
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and trimethylol aminomethane. 



HjNfCHzCHjNHJnH 

wherein n is an integer from one to ten or mixtures thereof especialiy those in which n has an average vafue 

• 3 =s= = ~ b S 3 = 
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R-(NH-R'-) n -NH 2 

where n is an integer at least equal to 1 , usually 3 to 5, R is a saturated or unsaturated linear hydrocarbon 
radical of 10 to 22 carbon atoms and R' is a divalent alkylene or alkylidene radical of 1 to 6 carbon atoms. 

5 Examples of such polyamines include N-oleyl-1 ,3-propanediamine, N-stearyl-1 ,3-propanediamine, N-oleyl- 
1 ,3-butanediamine, N-oleyl-2-methyl-1 ,3-propanediamine, N-oleyl-1 ,3-pentanediamine, N-oleyl-2-ethyl-1 ,3- 
propanediamine, N-stearyl-1 ,3-butanediamine, N-stearyl-2-methyl-1 ,3-propanediamine, N-stearyl-1 ,3-pen- 
tanediamine, N-stearyl-2-ethyM ,3-propanediamine, N-oleyl-dipropylenetriamine and N-stearyl- 
dipropylenetriamine. Such linear N-alky I polyamines are condensed with, e.g., a succinic, maleic, phthalic or 

10 hexahydrophthalic acid anhydride which may be substituted by one or more radicals of up to 5 carbon 
atoms each. 

Another class of ashless dispersant which can be incorporated in the compositions of the present 
invention are the products of reaction of an ethoxylated amine made by reaction of ammonia with ethylene 
oxide with a carboxylic acid of 8 to 30 carbon atoms. The ethoxylated amine may be, for example, mono-, 
75 di- or tri-ethanolamine or a polyethoxylated derivative thereof, and the carboxylic acid may be, for example, 
a straight or branched chain fatty acid of 10. to 22 carbon atoms, a naphthenic acid, a resinic acid or an 
alkyl aryl carboxylic acid. 

Still another type or ashless dispersants which can be used in the practise of this invention are the o- 
olefin-maleimide copolymers such as are described in U.S. Pat. No. 3,909,215. Such copolymers are 

20 alternating copolymers of N-substituted maleimides and aliphatic a-olefins of from 8 to 30 carbon atoms. 
The copolymers may have an average of 4 to 20 maleimide groups per molecule. The substituents on the 
nitrogen of the maleimide may be the same or different and are organic radicals composed essentially of 
carbon, hydrogen and nitrogen having a total of 3 to 60 carbon atoms. A commercially available material 
which is highly suitable for use in this invention is Chevron OFA 425B, and this material is believed to be or 

25 comprise an a-olefin maleimide copolymer of the type described in U.S. Pat. No. 3,909,215. Whatever its 
composition, it works quite well. 

All the aforesaid types of ashless dispersants are described in the literature and many are available 
commercially. Mixtures of various types of ashless dispersants can, of course, be used. 

Because of environmental concerns it is desirable to employ ashless dispersants which contain little, if 

30 any, halogen atoms such as chlorine atoms. Thus, in order to satisfy such concerns, it is desirable (although 
not necessary from a performance standpoint) to select ashless dispersants (as well as the other 
components used in the compositions of this invention) such that the total halogen content of the overall 
fuel composition does not exceed 10 ppm. Indeed, the lower the better. Most desirably, the additive 
composition contains no detectable amount of halogen. 

35 Typical halogen (chlorine)-free ashless dispersants suitable for use in the compositions of this invention 
include, in addition to various types described hereinabove, those described in the following recently- 
published applications: WO 9003359 and EP 365288. 

Demulsifying agents. A variety of materials are available for use in those preferred embodiments of this 
invention in which at least one demulsifying agent is employed as component d) along with components a), 

40 b) and c). The demulsifying agent improves the water tolerance level of the fuel compositions by minimizing 
or preventing excessive emulsion formation. 

Exemplary demulsifiers which may be employed in the practise of this invention include poly- 
(alkylphenol) formaldehyde condensates and the polyalkylenoxy modified reaction products thereof. These 
compounds are prepared by reacting an alkylphenol with formaldehyde and thereafter reacting the reaction 

45 product of the above with a C2 to C& alkylene oxide such as ethylene oxide and propylene oxide. The 
demulsifiers have a generalized structural formula 
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carbon atoms Omenta, the alkyl groups are a mixture of alkyls having between 4 and 12 
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wherein Rl is a hydrocarbyl group having from 4 to 15 carbon atoms preferablv from 6 tn 1P 

JiSKT by ~ an ^ CrZei 1 ^ to 

Many of the compounds are SZSt^^fSR,^' ethyl9ne ° r pr0py,ene oxide - 
PLURONIC trademark. They STS^TS^l^f^^ COmpany Und6r the 

copolymerisation of e^enL.J^ZZe oSS l e^J'T^'^ by ,he b '° Ck 
and the propylene oxide blocks as the hyCooes C TJZT^TT ** 
^«'*^^ af<(h ^^ P JJ^^^ " a «* «nge of molecular 

^^^^^ZZ^^ of alky.a,, suiphonates, po.yo, 

under the TOLAD trademark One h ! , P U ° tS are SUpplied by Pe,ro,ite Corporation 

mixture of these «C^^ET2 'T* * S T ° UD 286K ' is -derstood to be a 

is Tyttoll, ™ZC JJftZi 2 T* J""*"" 10 ,he «*•"« * «** « 

to »a» aray « JS^ETm o^ZI?"" 9 ? "2""*"* e " te »•* " **»• *»»S 

— « ^ _ ^ ^"rjritzrstfKs; 
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namely alkyldimethylamines in which th8 alkyl group has 8 to 14 carbon atoms or mixtures thereof. Also 
suitable are mixed alkyl-cycloalkyl amines such as N-cyclohexyl-N-butyl amine, N-methylcyclohexyl-N-octyl 
amine, etc., as well as di- and tricycloalkyl amines such as N,N-dicyclohexyl amine, N,N-di- 
(ethylcyclohexyl)-amine, N,N,N-tricyclohexyl amine, and the like. Preferred amines include N-cycloalkyl- 
5 N.N-dialkyl amines and N-cycloalkenyl-N,N-dialkylamines such as N-cyclohexyl-N.N-diethyl amine, N- 
cyclohexyl-N.N-dibutyl amine, N-cycloheptyl-N,N-dimethyl amine, N-cyclooctyl-N,N-dilauryl amine, N- 
cyclohexenyl-N,N-dipropyl amine, and like compounds. Particularly preferred is N-cyclohexyl-N,N-dimethyl 
amine. Mixtures of various amines, such as those referred to above, are also suitable for use in accordance 
with this invention. 

w Metal deactivators. Generally speaking, metal deactivators fall into two broad categories. One category 
comprises the passivators which are considered to react with the metal surface and thereby passivate the 
surface. The other category comprises the chelators, i.e., substances which have the capability of reacting 
or complexing with dissolved metal and/or metal ions. An example of the passivator type is the thiadiazoles 
such as HITEC 314 additive (Ethyl Petroleum Additives, Ltd.; Ethyl Petroleum Additives, Inc.). Examples of 

75 the chelator type of metal deactivators include 8-hydroxyquinoline, ethylene diamine tetracarboxylic acid, /S- 
di ketones such as acetylacetone, 0-ketoesters such as octyl acetoacetate, and the like. The preferred metal 
deactivators which are generally regarded as chelators, are Schiff bases, such as N,N*-disalicylidene-1 ,2- 
ethanediamine, N.N'-disalicylidene-l ,2-propanediamine, N,N'-disalicylidene-l ,2-cyclohexanediamine, and 
N,N"-disalicylidene-N , -methyl-dipropylenetriamine. Thus a wide variety of known metal deactivators are 

20 available for use as component f) in the embodiments of this invention which involve use of a metal 
deactivator. 

A particular advantage associated with the use of the metal deactivators, especially of the Schiff base 
chelator type, is their ability to overcome instability caused in certain hydrocarbonaceous base fuels by the 
presence of typical manganese carbonyl compounds such as the cyclopentadienyl manganese tricarbonyls 

25 in combination with typical metal detergents. The most preferred metal deactivators of this type are N,N'- 
disalicylidene-1 ,2-alkanediamines and N.N'-disalicylidene-l ,2-cycloalkanediamines, especially N,N f - 
disalicylidene-1,2-propanediamine. Mixtures of metal deactivators can be used. 

Hydrocarbonaceous fuels. In principle, the advantages of this invention may be achieved in any liquid 
hydrocarbonaceous fuel derived from petroleum, coal, shale and/or tar sands. In most instances, at least 

30 under present circumstances, the base fuels will be derived primarily, if not exclusively, from petroleum. 

The invention is thus applicable to such fuels as kerosene, jet fuel, aviation fuel, diesel fuel, home 
heating oil, light cycle oil, heavy cycle oil, light gas oil, heavy gas oil, bunker fuels, residual fuel oils, ultra 
heavy fuel oils, and in general, any liquid (or flowable) hydrocarbonaceous product suitable for combustion 
either in an engine (e.g., diesel fuel, gas turbine fuels, etc.) or in a burner apparatus (e.g., gas oils, inland 

35 heavy fuel oil, residual fuel oils, visbreaker fuel oils, home heating oils, etc.). Other suitable fuels may 
include liquid fuels derived from biomass, such as vegetable oils (e.g., rapeseed oil, jojoba oil, cottonseed 
oil, etc.); or refuse-derived liquid fuels such as fuels derived from municipal and/or industrial wastes; or 
waste oils and/or liquid waste biomass and its derivatives; or mixtures of any of the foregoing substances. 
In many cases, specifications exist for various hydrocarbonaceous fuels or grades thereof, and in any 

40 event the nature and character of such fuels are well-known and reported in the literature. 

The additive compositions comprising components a), b), c) and at least one of components d), e) and 
f) -preferably two of components d), e) and f) and most preferably all three of components d), e) and f) - 
are especially useful in heating gas oils and like burner fuels and fuel oils for agricultural and industrial 
engines. Typical specifications for such fuel oils can be found, for example, in BS 2869 : Part 2 : 1988 of 

45 the British Standards Institution. Typical specifications for automotive or road diesel fuels, in which 
compositions composed of components a), b), c) and d) are especially useful, appear in BS 2869: Part 1 : 
1988 of the British Standards Institution. As can be appreciated, a vast number of such specifications exist 
from country to country. 

Concentrations and proportions. In general, the components of the additive compositions are employed 
so in the fuels in minor amounts sufficient to improve the combustion characteristics and properties of the base 
hydrocarbonaceous fuel in which they are employed. The amounts will thus vary in accordance with such 
factors as base fuel type and service conditions for which the finished fuel is intended. However, generally 
speaking, the following concentrations (ppm) of the components (active ingredients) in the base fuels are 
illustrative: 

55 
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Component a) 
Component b) 
Component c) 


General Range 

1.5-10,000 

4- 10,000 

5- 15,000 


Preferred Range 

2.5-1,500 
5-6,000 
7-10,000 


More Preferred Range 

3-100 
6-300 
8-5,000 


Particularly Preferred Range 

3-25 
6-100 
10-200 



10 



15 



». me case or fuels additionally containing one . 
concentrations (ppm) of active ingredients are typical: 





General Range 


Preferred Range 


Particularly Preferred Range 


Component d) 
Component e) 
Component f) 


r 0-4,000 
0-10,000 
0-6,000 


0.5-200 
5-200 
0.5-1,000 


2-50 
10-50 
1.5-100 



20 



30 



Ordinarily, the particular seoueno JT ! J* T ? 6 e ' n " var,ous ^^combinations, if desired 

be blendld in t^ofT^ h^TS '"'^ M " W SUCh - 

the form of an additive concentre of mis veil Sti^ ' ST l ° b ' end 1,16 coraponen,! used in 
likelihood of blending errors, 2. ^ * b ' endin9 ° Perati ° nS ' reduces «» 

by the overall concentrate. ^ ° f th8 com P at,b,l "y and solubility characteristics afforded 

* P-f-o^^^ C ° mp0nente ^ «* and c), and o P «ona!,y, but 

with the concentrations JS,?* ^T2£r"^* to ^ *"* C ° nSiStent 
diluents such as light mineral oils m J 1 1?T T concentrate will contain one or more 

up to Thus concentrates 

compositions of this meZTZ a l ^ItT / J ^P 16 ' *" Me compositions and fuel 
amine antioxidants. "XXhenolte ^2^^ ™ " ^ Phen °' iC antioxida ^ a ™atic 
"elude 2,6-di-,e*b^ ■"»■ oth ^ Examp.es 

M^eftytenebfe^^^ 12^ kT'' Phen °' S ' W4-metbylphenol. 

* bridged PO-ya-M phen,T Sl^ -thylene- 

xsr^r" amine - phen ^Vi i?ss^ 

the like. Products of I tyl are culnl" T ta " ° N ^ acids ' 0,eic acid ' ""c'aic acid, or 

^^^^IS^JSS^T^S^^ C ° mmerCial S0UrC6S ' such as - *» 
of Wtco Chemical Cor^Zn ^Ms ^V^lT^ * the HumC0 Chemical Divisi °" 
of corrosion inhibitor Z u e in the prise ^TT* * ^ ° hMs - Another useful 
succinic anhydride oo^^^J*^^^ *"* ?"* acid and a.keny, 
cinic anhydride, tetradecenylsuccinic acid t^ZJ?^ T 0p6nylsucc,n,c «W- tetrapropenylsuc- 
adecenylsuocinic anhydT^e ^ hexadecenylsuccinic acid, hex- 

to 24 carbon atoms in the alkenyl ZpWtJ aSoL lJ a ? T ,° f ^ SUCCiniC acids havin 9 8 
aminosuccinic acids or derivative's C^Z^Xtl^T^ M " 1,16 



40 



45 



50 



R 6 O 



55 



R - C - C - OR 5 



> 1 



- C - C - OR J 
R O 
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wherein each of R\ R 2 , R 5 , R 6 and R 7 is, independently, a hydrogen atom or a hydrocarbyl group 
containing 1 to 30 carbon atoms, and wherein each of R 3 and R 4 is, independently, a hydrogen atom, a 
hydrocarbyl group containing 1 to 30 carbon atoms, or an acyl group containing from 1 to 30 carbon atoms. 
The groups R 1 , R 2 , R 3 , R 4 , R 5 , R G and R 7 , when in the form of a hydrocarbyl group, can be, for 

5 example, alkyl, cycloalkyl or aromatic containing groups. Preferably R 1 and R s are the same or different 
straight-chain or branched-chain hydrocarbon radicals containing 1-20 carbon atoms. Most preferably, R 1 
and R 5 are saturated hydrocarbon radicals containing 3-6 carbon atoms. R 2 , either R 3 or R 4 , R 6 and R 7 , 
when in the form of hydrocarbyl groups, are preferably the same or different straight-chain or branched- 
chain saturated hydrocarbon radicals. Preferably a dialkyl ester of an aminosuccinic acid is used in which 

to R 1 and R 5 are the same or different alkyl groups containing 3-6 carbon atoms, R 2 is a hydrogen atom, and 
either R 3 or R 4 is an alkyl group containing 15-20 carbon atoms or an acyl group which is derived from a 
saturated or unsaturated carboxylic acid containing 2-10 carbon atoms. 

Most preferred is a dialkylester of an aminosuccinic acid of the above formula wherein R 1 and R 5 are 
isobutyl, R 2 is a hydrogen atom, R 3 is octadecyl and/or octadecenyl and R 4 is 3-carboxy-1-oxo-2-propenyl. 

75 in such ester R 6 and R 7 are most preferably hydrogen atoms. 

The heavier fuels of this invention may contain cold flow improvers and pour-point depressants, e.g., 
olefin/vinyl acetate copolymers such as ethylene/vinyl acetate copolymers and polymethacrylates. Antifoam 
agents such as silicones, and dyes can also be used in the compositions of this invention. The diesel fuels 
may contain cetane improvers such as peroxy compounds and organic nitrates (e.g., amyl nitrates, hexyl 

20 nitrates, heptyl nitrates, octyl nitrates, and other alkyl nitrates having about 4 to about 10 carbon atoms 
including mixtures thereof). A few specific examples of such alkyl nitrates are cyclohexyl nitrate, methox- 
ypropyl nitrate, mixed nitrate esters made by nitration of fusel oil, 2-ethylhexyl nitrate, n-octyl nitrate, n- 
decyl nitrate, etc. Typical peroxy compounds include acetyl peroxide, benzoyl peroxide, tert-butylperox- 
yacetate, and cumene hydroperoxide. 

25 All of the foregoing optional other components are well known in the art and are used in the usual 
proportions. In selecting such optional component(s), care should be taken to ensure that the selected 
material or combination of material is compatible with components of the overall composition in which it is 
being used. 

The following non-limiting examples in which all parts and percentages are by weight illustrate the 
30 invention. 



EXAMPLE 1 



An additive composition is formed by blending together the following components in the amounts 
35 specified: 

4.0% Methylcyclopentadienyl manganese tricarbonyl (MMT) as a blend containing 62% MMT and 

38% diluent (mainly aromatic solvent); 
6.0% Overbased calcium sulphonate as a blend with 44% 100 solvent neutral oil and having a 

typical TBN of 295; 

40 6.9% Chevron OFA 425B, an ashless dispersant believed to comprise a C13/C16 a-olefin-maleic 
anhydride copolymer aminated with an N-alkylpropylene diamine as a 50% solution in oil; 
5.2% N-cyclohexyl-N,N-dimethylamine; 

1.6% N,N'-disalicylidene-1 ,2-propanediamine as an 80% solution in xylene; and 
76.3% Heavy aromatic naphtha. 
45 This composition is well adapted for use in heating gas oil, for example at treat rates of 250 to 37,000 
ppm, typically 500 ppm. 

EXAMPLE 2 



50 An additive composition of this invention is formed using the following: 
4.0% MMT as the 62% solution in diluent specified in Example 1; 

6.0% Overbased calcium sulphonate as the blend in 100 solvent neutral oil specified in Example 1; 

5.5% Polyisobutenyl succinimide of tetraethylene pentamine (made from polybutenes with Mn of 
approximately 950) as a 25% solution in oil; 
55 1.4% Akzo Armogard D5021 demulsifier, believed to be a blend of demulsifier bases and surfac- 
tants in an aromatic solvent; 

5.2% N-cyclohexyl-N.N-dimethyiamine; 

1.6% N,N'-disaiicylidene-1 ,2-propanediamine as an 80% solution in heavy aromatic naphtha; and 
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76.3% Heavy aromatic naphtha. 
JZ^T*" fe ^ eXamP ' e 31 «~ «" * 250 <° 37.000 ppm. ^ 500 ppm> 



5 EXAMPLE 3 



33.0% 
22.7% 



Overbased calcium sulphonate blend specified in Example 1- 



— 1 — u, ^"u &pt?umea m txample r 

ew »c^-j=Kssr- ~ ta — » - * - 

6.8 /o Demulsifier (Tolad 286K); and 
33.0% Heavy aromatic naphtha diluent 

EXAMPLE 4 

£/o^ iS f ° rmed USin9 the f0,,owin 9 c ™P°nents: 

Overbased calcium sulphonate blend; 

Polyisobutenyl succinimide of an equivalent mixture m h;^ . 
tetramine, and tetraethylene oentaminJ T!l T ■ Methylene tnamine, triethylene 
1000); and * P ^ (made fr0m P 0, ^butene of Mn of approximately 

Inert diluents (primarily 100 solvent neutral mineral oil). 



2.8% MMT 
14.5% 
17.1% 



25 65.6% 
EXAMPLE 5 



30 5.0% 

30.5°^ 
24.5% 

35 5.6% 
E 

40 



The following additive concentrate is formed- 

••0% Cyc^ntadieny. manganese tricarbony, in a blend containing 40% aromatic hydrocarbon 
30.5% Overbased magnesium sulphonate- 

Akzo Armogard D5021 demulsifier; and 
34.4% Heavy aromatic naphtha diluents. 

EXAMPLE 6 
EXAMPLE 7 

equivalent amount of overbased sod J TSSSV^T^^TT^^^^^ 
overbased potassium sulphonate. d 0388 by an equivalent amount of 

so EXAMPLE 8 

^^mT^z?^: ■ - formed wi,h - excepti ° n - - 

cyclopentadieny. manganese U5tlL"S ° 0359 by 3,1 equivalent amou »« - 
55 manganese dicarboxyl triphenylphoShine in a 2 r^h * eqU ' Va,em am ° Unt 0f ^Pantadieny, 
tricarbony., in a fourth case 4^5^^^^"^ ^ ° f ^ 
case by an equivalent amount of a 2e cToosJ fTST ^f 8 * 0 "* »" ■» *■ another 
tricarbony, and io% cyclopentadienyl man^^L Sb 0 tl m ^y,cyc.open«adieny. manganese 
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EXAMPLE 9 



The respective compositions of Examples 1 and 2 are blended at concentrations of 300, 500 and 1 ,000 
ppm in a heating gas oil having a specific gravity at 15* C (DIN 51 757) of 0.845 g/mL, a kinematic viscosity 
5 at 20 *C (DIN 51 562) of 5.3 mm 2 per second, a pour point (DIN ISO 3016) of -9' C, a sulphur content (DIN 
51 400) of 0.19%, and a distillation profile (DIN 51 751) of 27 volume % boiling to 250 B C and 92 volume % 
boiling to 350 *C. 

EXAMPLE 10 

w 

Example 9 is repeated except that the same amounts of the respective components of the respective 
compositions of Examples 1 and 2 are blended individually or in sub-combinations into the gas oil. 

EXAMPLE 11 

75 

The composition of Example 3 is blended at concentrations of 300, 500, 1,000 and 1,500 ppm in a 
diesel fuel satisfying the requirements of DIN 51 601 -DK (February 1986). 



EXAMPLE 12 

20 



Example 1 1 is repeated except that the same amounts of the respective components of the composition 
of Example 3 are blended individually or in sub-combinations into the diesel fuel. 



EXAMPLE 13 

25 

The procedures of Examples 11 and 12 are repeated using commercially available diesel fuels suitable 
for use as railway diesel fuel, tractor diesel fuel, off-road diesel fuel and inland waterways fuel. 

EXAMPLE 14 

30 

Examples 9 and 10 are repeated using as the fuels commercially-available heavy fuel oils and residual 
oils (e.g., industrial and refinery fuel oils) such as inland heavy fuel oils, and also hydrocarbonaceous 
marine fuels. The additive treat levels in these fuels are 500, 800 and 1 ,500 ppm. 

35 EXAMPLE 15 

An additive composition is formed by blending together the following components in the amounts 
specified: 

4.0% Methylcyclopentadienyl manganese tricarbonyl (MMT) as a blend containing 62% MMT and 

38% diluent (mainly aromatic solvent); 
6.0% Overbased calcium sulphonate as a blend with 44% 100 solvent neutral oil and having a 
typical TBN of 295; 

9.2% Chevron OFA 425B, an ashless dispersant believed to comprise a C13/C16 a-olefin-maleic 

anhydride copolymer aminated with an N-alkylpropylene diamine as a 50% solution in oil; 
9.2% N-cyclohexyl-N,N-dimethylamine; 

1.6% N,N'-disalicylidene-1,2-propanediamine as an 80% solution in xylene; and 
70.0% Heavy aromatic naphtha. 

This composition is well adapted for use in heating gas oil, for example at treat rates of 250 to 37,000 
ppm, typically 500 ppm. 

EXAMPLE 16 



The procedure of Example 15 is repeated using the following proportions of the additive components: 
4.0% MMT as the blend of Example 15; 
55 6.0% Overbased calcium sulphonate as the blend of Example 15; 
6.9% Chevron OFA 425B, as the solution of Example 15; 
6.9% N-cyclohexyl-N,N-dimethylamine; 

1 .2% N,N'-disalicylidene-1 ,2-propanediamine as the solution of Example 1 5; and 
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10 



20 



25 



30 



75.0% Heavy aromatic naphtha. 
EXAMPLE 17 



6.0% 
6.9% 
5.2% 
1.2% 
76.7% 



Overbased calcium sulphonate as the blend of Example 15- 
Chevron OFA 425B, as the solution of Example 15- 
N-cyclohexyl-N,N-dimethylamine; 

operated with a flue JIISJSS^T.^^^r **"' h0t Water b *' was 

monoxide flue gas content TaZ ion "nl Th« h f f * 933 COntem ° f 121% and a <*rbon 
Operation of the .boi.er °° Tj,^ 9 as «" *as as specified in Example 9. 

gas oil containing m^fSZZZE^S " ol nUmber °' 460 whe ' eas -esame 

2.70, a 41% reduction SLZLS^^SrT* ^ 1 ^ 3 Bacharach 5001 number <* 
that the clear base gas ^ showed 

this invention had a pH averaging 7 06 C ° ntraSt ^ e 5001 fr 0 " 1 the fuel of 

7*2? ^ different diesel fuels having cetane 
1 to Fuel A caused n in 2 Mn F^ ! J? °' f , T °' ** COmpOSHi0n 0f 

51,, occurred by addition oi p^JS^;?^ °— (f ™ 525 to 



35 





Rating Per ASTM 665A 


Fuel A without additives 
Fuel A with additives 
Fuel B without additives 
Fuel B with additive 


D, D 

A, A 

B, B + 
A, A 



40 



45 



50 



55 
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Thermal 
Stability 
fFilter Tests) 



Thermal 
Oxidative 
Stability 
( ASTM D2274 ) 



70 



75 



20 



Fuel 


A 


without additives 21 




0.31 


Fuel 


A 


with additives b 




0.23 


Fuel 


A 


with additives 0 




0.09 


Fuel 


B 


without additives 


11 


1.86 


Fuel 


B 


with additives b 


5 


0.09 


Fuel 


B 


with additives d 




0.09 


Fuel 


B 


without additives 3 




1.59 


Fuel 


B 


with additives e 




0.34 


Fuel 


B 


with additives ac 




0.05 



25 



30 



a Average of two tests, 

b Additive composition of Example 1. 

c Additive composition of Example 15. 

d Additive composition of Example 17. 

e Additive composition of Example 16. 



Diesel fuels both with and without the additive composition of this invention as set forth in Example 2 
were subjected to standard corrosion tests (ASTM 665A) and (ASTM 665B). The results were as follows: 



35 



40 





Rating Per ASTM 665A 


Rating Per ASTM 665B 


Fuel A without additives 


C, C 


E, E 


Fuel A with additives 


A, A 


E, E 


Fuel B without additives 


B + , B + 


D,D 


Fuel B with additives 


A, A 


D, D 



45 



50 



55 



The same compositions were subjected to thermal stability tests wherein the sample is heated at 
150*C for 90 minutes, filtered through a filter and the reflectance of the deposit on the filter measured. The 
rating scale ranges from 0 (clean) to 20 (black). A rating of 7 or less is considered good. Thermal oxidative 
stability tests according to ASTM D 2274 were also performed on these fuel compositions. The performance 
in these tests is expressed in terms of milligrams of deposit per 100 milliliters of fuel. The results were as 
follows: 





Thermal Stability 
(Filter Tests) 


Thermal Oxidative Stability 
(ASTM D2274) 


Fuel A without additives 


6 


0.15 


Fuel A with additives 


3 


0.17 


Fuel B without additives 


19 


4.45 


Fuel B with additives 


6 


0.14 
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75 



20 



Demuls.cation tes* (ASTM D ,094) on the 33.3,0. fue,s gave the r es ults ^ befcw: 





Interface 
Rating 


Separation 
" Rating 


Volume of Aqueous 
Phase, mL 


Fuel A without additives 
Fuel A with additives 
Fuel B without additives 
| Fuel B with additives 


4 
3 
4 
3 


3 
3 
3 
3 


17 
18 
7 
19 



fifteen years ago. In each ease the bu«e a d ust S 5T T 0ther Was a bumer P^uced 
compositions of Examples 1 and 2 were u, lise^t t , . manufa «s specifications. The additive 
fuel. Measurements were made of ZlSjJlJ?! T base,ine « the clear base 

The smoke number determinations ZST^L ,1*?!°' ? m ° noxide <* the flue gases, 

through which the flue gas was passTdTn S S T r* ^ *** *"» to a ™« 

the number, the better. The carton ZZS^n^T ^ ° f 10 means black and *» «» 'ower 
gas. The foliowing table summarised £ ta ° eXPr6SSed temiS ° f parts miH ™ " the flue 
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30 



35 



Base fuel without additives 
Base fuel with additives 3 
Base fuel with additives b 
Base fuel with additives 0 
Base fuel with additives d 



Old Burner 
Smoke No. CO 



5.5 
5.5 
4.0 
4.5 
3.5 



80 
43 
40 
40 
45 



New Bumpr 
Smoke No. CO 

1 90 



0 18 
0 20 
0 25 



a 

40 b 

c 
d 



45 



50 



55 



com P os i t 7 on of Example 1 at 500 ppm 
Additive composition of Example 1 at 1000 ppm 
Additive composition of Example 2 at 500 ppm 
Additive composition of Examples at 1000 ppm 

engine^ Tf^~2 ^ ~ 

conventional additive-free diesel fuel and ttt's^Z li T! ° f ^ m ^ on °* ■ 
Examp, 3 a, a concentration of 400 ppm. Tne dai™ * 

Engine Fuel Consumption. n /ir u .hr 

SpSed ' Fuel Without AdmLves' F^JLU ddilS 



1000 236 

1600 212 
2200 216 



225 
208 
213 
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The tailpipe emissions produced by the same pair of fuel compositions were also determined during 
operation of the above Mercedes-Benz diesel engine. It was found that the emission of hydrocarbons was 
reduced from 0.627 grams per horsepower hour to 0.527 grams per horsepower hour by the presence in 
the fuel of the 400 ppm of the additive composition of Example 3. Likewise, the total particulates emitted by 
5 the clear fuel amounted to 0.3574 grams per horsepower hour whereas the total particulates emitted by the 
fuel containing 400 ppm of the additive composition of Example 3 amounted to only 0.3063 grams per 
horsepower hour. These reductions were achieved without significant change in NOx and carbon monoxide 
emission levels. 

Emission of polyaromatic hydrocarbons (expressed in terms of nanograms of polyaromatic hydrocar- 
10 bons per milligram of particulate emissions) was also determined on the Mercedes-Benz diesel engine 
using the same pair of fuel compositions. The average results from two tests on each fuel at each of two 
dynamometer load levels with the engine operating at 1560 rpm were as follows: 

75 Engine Load Level 

50% 75% 
600 1100 
350 650 



10 



Fuel Without Additives 

20 



Fuel With Additives 



The above and other test results have indicated that the fuels of this invention generally possess 
25 enhanced combustion properties (e.g., less smoke, lower soot acidity) and better thermal stability than the 
. corresponding untreated fuels. In addition, use of the fuels of this invention results in the formation of 
reduced amounts of sludge deposits on critical engine or burner parts or surfaces. Further, such fuels tend 
to emit smaller amounts of noxious emissions than the corresponding untreated base fuels. Also this 
invention enables the provision of fuel compositions having enhanced demulsification properties and 
30 reduced corrosion tendencies with minimal interference with other desirable fuel properties. The results of 
the foregoing tests also indicate that the additive compositions of this invention can result in decreased fuel 
consumption in diesel engines. The data also indicate that all fuels do not necessarily respond to the same 
extent to treatment with the additive systems of this invention. Nonetheless, as a general proposition, the 
fuels of this invention do have significantly improved properties. 
35 It will be seen from the foregoing that this invention includes among its embodiments methods of 
improving the combustion characteristics of an at least predominantly hydrocarbonaceous liquid fuel which 
comprises blending therewith a minor combustion-improving amount of: 

a) at least one fuel-soluble manganese carbonyl compound; 

b) at least one fuel-soluble alkali or alkaline earth metal-containing detergent; and 

40 c) at least one fuel-soluble ashless dispersant. Such compositions preferably contain one or more of 
components d), e) and f) as described hereinabove. 

Also included among the embodiments of this invention are methods of improving the combustion 
characteristics of an at least predominantly hydrocarbonaceous liquid fuel during combustion in an engine, 
burner, or other combustion apparatus which comprises operating said engine, burner or other combustion 
45 apparatus on an at least predominantly hydrocarbonaceous liquid fuel containing a minor combustion- 
improving amount of: 

a) at least one fuel-soluble manganese carbonyl compound; 

b) at least one fuel-soluble alkali or alkaline earth metal-containing detergent; and 

c) at least one fuel-soluble ashless dispersant. Here again, the fuel composition preferably contains one 
so or more of components d), e) and f) as described hereinabove. 

Claims 

1. A fuel composition which comprises a major amount of a liquid hydrocarbonaceous fuel containing a 
55 minor combustion-improving amount of 

a) at least one fuel-soluble manganese carbonyl compound; 

b) at least one fuel-soluble alkali or alkaline earth metal-containing detergent; 

c) at least one fuel-soluble ashless dispersant; 



17 



EP 0 476 196 A1 



d) optionally at least one fuel-soluble demulsifying agent- 
ganese tricarbonyl. essentially of methylcyclopentadienyl man- 

««ersge composition iaUnc rttN„ th^ZTS . ?? P0 " W '> ,I,,,S l"*g » ovml 

xnrs^r.srjr* * * * — * * *- 



6. 



35 9. 
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